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DESCRIPTION 

METHODS OF PRODUCING SYNTHETIC RESIN WIRE 



Technical Field 

The present invention relates to methods of 
producing a synthetic resin rod (wire) and, more 
particularly, to methods particularly effective in 
production of a synthetic resin rod having grooves on 
the exterior surface thereof. 
Background Art 

There are helical spacers (also called "slot rods 
(cores)" or "grooved rods (spacers)") each carrying a 
plurality of optical fibers to form a cable, similar to 
various profiles of thermoplastic resin extruded 
products- The spacers of this type are constructed 
normally in structure wherein a tension-resistive wire 
such as a steel wire is located in the central part and 
a plurality of helical grooves extending in the 
longitudinal direction are formed of the thermoplastic 
resin and around the periphery of the tension-resistive 
wire. The thermoplastic resin is selected mainly from 
crystalline synthetic resins such as high density 
polyethylene and the like in terms of the physical 
properties of mechanical strength, weatherability, etc. 
and the raw material cost. 

Since the helical grooves carry the optical 
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fibers inside, the shape of the helical grooves is an 
extremely important point in terms of prevention of 
loss increase due to microbend of the optical fibers, 
and how accurately the shape was made was a big concern 
among those skilled in the art. On the other hand, 
since the helical grooves of the spacer are made by 
melting and extruding the thermoplastic resin and then 
cooling and solidifying the extruded resin, a cooling 
method is one of significant matters that affect the 
accuracy of the groove shape. 

Conventionally employed as a cooling method of 
the extruded rod in the production steps of the helical 
spacer as described was a method using an elongated 
water tank provided at the two ends with spongy 
packings having such a clearance as not to contact the 
rod, in which the rod immediately after extrusion was 
made to pass through the water tank with cooling water 
overflowing from the two ends. This method, however, 
had the problem that there occurred incompletion of the 
shape or roughness of the surface, particularly, when 
the shape of the helical grooves formed in the outer 
surface of the rod was complex. 

Japanese Patent Application Laid-Open No. S61- 
227016 describes a method in which air is introduced 
from one end of a pipe while aspirating the air from 
the other end so as to make an air stream and in which 
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the spacer is made to pass through to be cooled and 
solidified. However, this method had the problem that 
it was difficult for this method to achieve the 
satisfactory cooling effect and the cooling interval 
became long. 

Further, Japanese Patent Application Laid-Open No. 
H05-278096 describes a method in which air kept at a 
fixed temperature is introduced from one end of a 
constant temperature chamber to maintain the interior 
of the chamber at a predetermined temperature and in 
which a blast of constant temperature air is also 
delivered against the spacer passing inside the chamber 
to cool and solidify the spacer. This method, however, 
also had the problem that it was also difficult for 
this method to achieve the satisfactory cooling effect, 
the cooling interval became long, and the cost of 
facilities for the cooling was high. 
Disclosure of the Invention 

The present invention has been accomplished in 
view of the problems of the prior arts described above 
and an object of the invention is to provide a method 
capable of producing a rod (wire) , even a synthetic 
resin rod having grooves on the exterior surface such 
as the helical spacers, with high accuracy and with 
excellent surface nature under high cooling efficiency. 

The inventors conducted extensive and intensive 
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research to accomplish the above object and eventually 
found that the above problems were caused in the above 
conventional methods for the following reason. Namely, 
the inventors gained the knowledge as to the 
5 conventional method of passing the rod immediately 

after extrusion through the water tank provided at the 
two ends with packings that water also leaked out of 
the entrance side of the rod because of insufficient 
j,-, sealing of the packing and the first contact position 

^1 10 of the rod with the cooling water varied to cause a 

! ^ S J speed difference of cooling of the rod, which led to 

r \I° occurrence of the incompletion of shape and the 

^ ? roughness of surface. Then the inventors discovered 

that it became feasible to produce the rod with high 
?y 15 accuracy and excellent surface nature under high 

O cooling efficiency, by pre-cooling the synthetic resin 

rod melted and extruded, down to a predetermined 
temperature by a blast of a cooling medium against it 
and thereafter letting the rod pass through water to 
20 cool and solidify it, or by letting the rod pass 

through the water tank in a condition in which the 
leakage of water from the rod entrance (wire entrance) 
is prevented, and completed the present invention, 
based thereon. 

25 A production method of a synthetic resin rod 

(wire) according to the present invention is a method 
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comprising: 

an extruding step of extruding a synthetic resin 

rod; 

a pre-cooling step of spraying a cooling medium 
on the rod to pre-cool the rod thus extruded down to a 
temperature (T°C) satisfying the following condition: 
T S { (a softening point of the synthetic resin) 
+ 5} [°C]; and 

a main cooling step of letting the pre-cooled rod 
pass through water to cool the rod- 
According to this production method, since in the 
pre-cooling step before introduction of the synthetic 
resin rod into water the rod is cooled down to the 
predetermined temperature by the cooling medium while 
maintaining the as-extruded shape, the viscosity of the 
resin increases in the surface and the resin goes into 
a further solidified state. This prevent the synthetic 
resin rod from suffering the surface roughness, even 
with water droplets falling onto the synthetic resin 
rod near the rod entrance of the water tank, and from 
suffering the shape change, even with variation in the 
first contact position of the rod with cooling water, 
whereby the rod is cooled on a stable basis. 

In the production method of the present invention 
the pre-cooling step is preferably a step of cooling 
the rod extruded to a temperature (T°C) satisfying the 
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following condition: 

{ (the softening point of the synthetic resin) - 

35} ^ T ^ { (the softening point of the synthetic 

resin) } [°C] . Cooling down to a lower temperature than 
5 the minimum temperature will lengthen the interval of 

the pre-cooling step, which is not preferable for 

practical use. 

In the production method of the present invention, 
O the cooling medium is preferably air, and in the pre- 

O 10 cooling step it is preferable to send the air to the 

SI periphery of the rod and more preferable to send the 

45 air to the rod evenly and along a moving direction 

s thereof. By first spraying air to the periphery of the 

yQ rod, it is feasible to reduce deformation of the rod 

M=15 shape {wire shape) and to implement effective air 

o 

M= cooling. 

In the production method of the present invention, 
the cooling medium is preferably misty water droplets, 
and in the pre-cooling step it is preferable to spray 

20 the misty water droplets on the periphery of the rod 

and more preferable to spray the misty water droplets 
on the rod evenly and along the moving direction 
thereof. The misty water droplets are preferably those 
having a mean particle size in the range of 20 to 80 jJL 

25 m. When the mean particle size of the misty water 

droplets is less than 20 jUm, the cooling effect tends 
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Ifl 



to become weaker. When it is over 80 JULm. on the other 
hand, the water droplets tend to readily cause the 
surface roughness of the synthetic resin rod. 
Therefore, the quick cooling effect is achieved in the 
above range. 

Further, in the production method of the present 
invention, the cooling medium is preferably air and 
misty water droplets (preferably, those having a mean 
particle size in the range of 2 0 to 8 0 jUm) , and the 
pre-cooling step preferably comprises a first pre- 
cooling step of sending the air to the periphery of the 
rod and a second pre-cooling step of spraying the misty 
water droplets on the periphery of the rod. 

The pre-cooling of the extruded synthetic resin 
rod to the predetermined temperature by the air and 
misty water droplets prior to the water cooling is 
preferable in terms of maintaining the dimensional 
accuracy, because no water pressure is exerted on the 
rod. Further, since the air cooling exerts a smaller 
external force on the rod than the mist cooling, it is 
preferable to first lower the temperature of the rod 
surface (wire surface) to the temperature below near 
the softening point by the air cooling and then cool 
the rod by the mist cooling. 

Another production method of a synthetic resin 
rod (wire) according to the present invention is a 
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method comprising: 

an extruding step of extruding a synthetic resin 
rod; and 

a cooling step of letting the rod pass through a 
water tank to cool the rod while preventing leakage of 
water from a rod entrance (wire entrance) , wherein the 
water tank comprises a water tank body, a first lid 
member provided with the rod entrance and attached to 
one end portion of the water tank body, and a second 
lid member provided with a rod exit (wire exit) and 
attached to another end portion of the water tank body, 
the water tank is filled with cooling water inside, and 
the rod entrance is equipped with a leak preventing 
device for preventing the leakage of water from the rod 
entrance . 

According to this production method, the rod 
entrance of the water tank is equipped with the leak 
preventing device whereby the leakage of water from the 
rod entrance is suppressed. Accordingly, the first 
contact position of the rod with the cooling water can 
be kept approximately fixed, so that the rod is cooled 
evenly and stably without a speed difference of cooling. 

The leak preventing device used in the production 
method of the present invention is preferably one • 
comprising: 

an outer cylinder having a diameter smaller than 
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a diameter of the water tank body, having a water inlet 
in a cylindrical wall thereof, and arranged coaxially 
in the water tank body; 

an inner cylinder having a length shorter than 
the outer cylinder and a diameter smaller than the 
diameter of the outer cylinder, and arranged coaxially 
in the outer cylinder; and 

a sealing member for sealing a portion outside 
the inner cylinder in the rod entrance, 

wherein, while the rod is inserted in the inner 
cylinder, water introduced from the inlet to the space 
between the outer cylinder and the inner cylinder is 
forced to flow in the moving direction of the rod, 
thereby preventing the leakage of water from the rod 
entrance . 

In the above leak preventing device, when the 
synthetic resin rod passes the inner cylinder to enter 
the interior of the water tank, the leak preventing 
device forcibly generates a water stream in the moving 
direction of the rod. Further, when the synthetic 
resin rod having passed through the inner cylinder 
moves in the water tank, the viscosity of water 
generates a water stream in the moving direction of the 
rod. The running water thus generated in the moving 
direction of the rod acts to prevent the leakage of 
water which is apt to flow backward in the clearance 
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between the inner cylinder and the synthetic resin rod. 
Then the leakage of water is prevented more securely by 
controlling the amount of water supplied from the inlet 
of the leak preventing device, so that the first 
contact position of the synthetic resin rod with the 
cooling water becomes fixed, whereby the rod is cooled 
evenly and stably without a speed difference of cooling 
of the synthetic resin rod. 
Brief Description of the Drawings 

Fig. 1 is a schematic view showing an embodiment 
of a system suitably applicable to the production 

methods of the synthetic resin rod (wire) according to 
the present invention. 

Fig. 2 is a cross-sectional view showing a 

synthetic resin rod having a spacer which has grooves 

on the outer surface. 

Fig. 3 is a schematic view showing an embodiment 

of a cooling device suitably applicable to the 

production methods of the synthetic resin rod according 

to the present invention. 

Fig. 4 is a cross-sectional view showing an 

embodiment of an air spray device suitably applicable 

to the production methods of the synthetic resin rod 

according to the present invention. 

Fig. 5 is a schematic view showing another 

embodiment of a system suitably applicable to the 
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production methods of the synthetic resin rod according 
to the present invention. 

Fig. 6 is an exploded perspective view showing an 
embodiment of a mist spray device suitably applicable 
to the production methods of the synthetic resin rod 
according to the present invention. 

Fig. 7 is a schematic view showing still another 
embodiment of a system suitably applicable to the 
production methods of the synthetic resin rod according 
to the present invention. 

Fig. 8 is a schematic view showing still another 
embodiment of a system suitably applicable to the 
production methods of the synthetic resin rod according 
to the present invention. 

Fig. 9A is a cross-sectional side view showing an 
embodiment of a water tank having a leak preventing 
device suitably applicable to the production methods of 
the synthetic resin rod according to the present 
invention, and Fig 9B a front view of the leak 
preventing device. 

Fig. 10 is a cross-sectional view showing a 
synthetic resin rod having a spacer which has SZ 
grooves on the outer surface. 
Best Mode for Carrying out the Invention 

The preferred embodiments of the production 
methods of the synthetic resin rod (wire) according to 
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the present invention will be described below in detail 
with reference to the accompanying drawings. 
Throughout the description of the drawings the same 
elements will be denoted by the same reference symbols 
and redundant description will be omitted. 
(Embodiment 1) 

Fig. 1 is a schematic overall diagram showing a 
system for production of the synthetic resin rod 
according to Embodiment 1. Fig. 2 is a cross-sectional 
view of a synthetic resin rod, and the synthetic resin 
rod 10 has such structure that a primary coating layer 
12 of an adhesive resin A is provided around the 
periphery of tension-resistive wire 11 and that the 
periphery of the layer 12 is coated with a spacer 15 
made of a synthetic resin B and having six grooves 14 
in the longitudinal direction on its periphery. The 
grooves 14 can be either "helical grooves" formed by 
ribs 13 which are helical in one direction or "SZ 
grooves" formed by ribs 13 which change their turning 
directions at regular intervals. 

In the production system shown in Fig. 1, the 
tension-resistive wire 11 fed out of a wire feeder 60 
is guided via brake capstan 69, through a first 
crosshead 61 of first extruder 62, and through a first 
water tank 63 disposed in the extruding direction of 
the first crosshead 61 to form the primary coating 
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layer 12 of a circular cross section around the 
tension-resistive wire 11, and subsequently, the spacer 
15 having the grooves 14 is extruded onto the periphery 
of the tension-resistive wire 11 provided with the 
primary coating layer 12 during passage through a 
rotary die 65 attached to a second crosshead 64 of 
second extruder 66, thereby forming the synthetic resin 
rod 10 (extruding step) . 

Then the extruded rod 10 is guided through a pre- 
cooling means (second cooling means) 20 for spraying a 
cooling medium on the rod to cool it to not more than 
the temperature of the softening point of the synthetic 
resin + 5°C (pre-cooling step) , and is guided through a 
main cooling means (first cooling means) 30 for letting 
the rod pass through water to cool it to ordinary 
temperature (main cooling step) , so as to cool and 
solidify the spacer 15 (cooling step), and the 
synthetic resin rod 10 cooled and solidified is drawn 
by a drawing device 67 and thereafter is wound up by a 
take-up device 68. The cooling medium preferably used 
herein can be air and/or misty water droplets. 

The tension-resistive wire 11 is constructed of a 
single wire or a stranded wire of steel or FRP. 

The resin making the primary coating layer 12 is 
either of adhesive thermoplastic resins possessing 
adhesiveness to the tension-resistive wire 11, e.g., 
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polyolefin based adhesive resins modified with epoxy, 
carboxylic acid, or the like, ethylene-ethylacrylate 
copolymers, polyamide copolymer resins, and so on. On 
the other hand, the resin making the spacer 15 is 
either of resins exhibiting large compatibility with 
the adhesive resin of the primary coating layer 12 and 
being fusible to adhere to the primary coating layer 
12; for example, when the primary coating layer 12 is 
an adhesive resin containing polyethylene, the spacer 
15 is preferably made of either of polyethylene based 
resins, such as high density polyethylene, and 
polyamide based resins. When the primary coating layer 
12 is an adhesive resin containing polypropylene, the 
spacer 15 is preferably made of a homopolymer or a 
copolymer of polypropylene. Temperatures suitable for 
the extrusion of the resins making the primary coating 
layer 12 and the spacer 15 are within a range of 
temperatures higher than the softening point of the 
resin and lower than the temperature where the resin is 
oxidized, and the softening points of the resins are 
measured by the method according to JIS K67 60 (Vicat 
softening point test for thermoplastic resins) . 

Fig. 3 is a drawing showing a configuration of a 
cooling device in which air spray devices 21 are used 
as the pre-cooling means 20 and a water tank 31 as the 
main cooling means 30, and the extruder 6 6 shown in Fig 
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1 is placed upstream (on the left side in the figure) . 

The main cooling means 30 is constructed of the 
water tank 31 of a trench type opening up, and spongy 
packings (with such a clearance as not to contact the 
5 rod 10) 32, 33 attached to the two end faces of the 

water tank 31, the interior of the water tank 31 is 
filled with cooling water, and the synthetic resin rod 
10 is introduced into the tank with the cooling water 
p overflowing. A preferred temperature range of the 

jfflO cooling water is 20°C to 30°C. When the temperature of 

%| the cooling water exceeds 30°C, the cooling effect 

=p tends to become weaker. When it is lower than 20°C, 

m 

s there arises an unpreferable tendency of increasing 

O 

mf4 COSt. 

|I 15 The air spray device 21 is composed of a cylinder 

S 22 for letting the synthetic resin rod 10 pass therein 

and a sheath 25 attached with a clearance, in a ring 
shape, and in a hermetically sealing condition to the 
outer periphery of the cylinder 22, as shown in Fig. 4, 
20 the sheath 25 is provided with a hole 24 through which 

air is introduced, and a number of spray openings 23 
are bored from the outer periphery of the cylinder 22 
toward the moving direction of the synthetic resin rod 
10. 

25 In the above-stated production system, the 

synthetic resin rod 10 extruded from the rotary die 65 
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sequentially passes the plurality of air spray devices 
21, as shown in Fig. 3, to be gradually cooled by air 
blasts. The air blasts from the air spray device 21 
shown in Fig. 4 are directed from the circumference of 
the cylinder 22 toward the center and toward the moving 
direction of the rod 10, so as to be able to cool the 
rod evenly. Since the cooling with air involves no 
application of such water pressure as in the case of 
cooling with water, the cooling causes no deformation, 
and thus the as-extruded shape can be maintained 
accurately. A preferred range of temperatures of the 
air blasts from the air spray devices 21 is 20°C to 
3 0°C. When the air temperature exceeds 3 0°C, the 
cooling effect tends to become weaker. When it is 
below 20°C, there arises an unpreferable tendency of 
increasing cost. The air spray amount (wind speed) is 
in a preferred range of 25 m/sec to 50 m/sec. If the 
wind speed is too high, the extruded rod 10 tends to 
deform. On the other hand, when it is too low, the 
cooling effect tends to become weaker. Further, a 
spraying angle of the air with respect to the rod 10 
(an angle between the center axis of each air stream 
sprayed and the center axis of the rod 10) is 
preferably in the range of 5° to 45° . When this angle 
exceeds the maximum, the pressure of the air tends to 
deform the rod readily. On the other hand, when it is 
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below the minimum, the cooling effect tends to become 
weaker. 

On the other hand, since the water cooling has 
higher cooling efficiency than the air cooling, it is 
preferable to switch from the air cooling to the water 
cooling at an earliest possible time in order to 
shorten the total cooling interval. The inventors 
noted this point and conducted extensive and intensive 
research, which led to finding of a method in which the 
rod was cooled with air until the temperature of the 
extruded synthetic resin rod 10 reached a temperature 
not more than the softening point of the synthetic 
resin making the synthetic resin rod + 5°C (more 
preferably, a temperature not more than the softening 
point of the synthetic resin and not less than the 
softening point - 35°C) and in which thereafter the rod 
was cooled with water. Namely, air is first sprayed on 
the synthetic resin rod 10 to cool it without 
deformation down to the temperature not more than the 
softening point + 5°C (more preferably, the temperature 
not more than the softening point) . Since the surface 
has started hardening by the cooling heretofore, the 
rod is prevented from suffering the change of shape 
even with variation in the first water-cooled position 
due to water leakage from the water tank, and from 
suffering the surface roughness or stripe pattern due 
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to water droplets dropping in part. 
(Embodiment 2) 

Fig. 5 is a schematic overall view showing a 
system for production of the synthetic resin rod 
according to Embodiment 2. In Fig. 5, the tension- 
resistive wire 11 fed out of the wire feeder 60 is 
guided via the brake capstan 69, through the first 
crosshead 61 of the first extruder 62, and through the 
first water tank 63 disposed in the extruding direction 
of the first crosshead 61 to be provided with the first 
coating layer 12 of the adhesive resin around the 
tension-resistive wire 11, and subsequently, the 
tension-resistive wire 11 provided with the first 
coating layer 12 is guided through the second crosshead 
64 of the second extruder 66 having the rotary die 65 
to extrude the spacer 15 having the grooves 14, thus 
forming the synthetic resin rod 10 (extruding step) . 
Then the extruded rod 10 is guided through mist spray 
devices 40 as the pre-cooling means (second cooling 
means) 20 and through the cooling device provided with 
the water tank 31 as the main cooling means (first 
cooling means) 30, so as to cool and solidify the 
spacer 15 (cooling step) , and the synthetic resin rod 
10 thus cooled and solidified is drawn by the drawing 
device 67 to be wound up by the take-up device 68 . 

The structure of the main cooling means 30 and 
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the temperature of the cooling water are the same as 
those described in Embodiment 1. 

In each mist spray device 40, as shown in Fig. 6, 
a nozzle 41 is constructed by coaxially integrating a 
thick cylinder 42 having a screw thread in the outer 
periphery, a small-diameter disk 43 having a through 
hole 44 passing the center from one point on the 
circumference and having an outside diameter smaller 
than that of the thick cylinder 42, and a large- 
diameter disk 45 having slits 4 6 extending from the 
circumference toward the inside and having an outside 
diameter larger than that of the small-diameter disk 43. 
A pipe 49 is connected to the thick cylinder 42 of the 
nozzle 41 and a cap 47 having a spray outlet 48 at the 
tip is screwed on the side of the large-diameter disk 
45 of the nozzle 41. 

Water is forced into the nozzle together with air 
from one end of the pipe 49 and flows through the hole 
44 and slits 46 to be ejected from the spray outlet 48. 
When the water is sprayed from the outlet 48, it forms 
misty water droplets. Particle sizes of the misty 
water droplets vary depending upon the ratio of water 
and air forced into the pipe 49. The higher the ratio 
of air, the smaller the particle sizes. 

In the above-stated production system, the 
synthetic resin rod 10 extruded from the rotary die 65 
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successively passes the plurality of mist spray devices 
40, as shown in Fig. 5, to be gradually cooled by the 
misty water droplets thus sprayed. Since the mist 
cooling involves no application of water pressure on 
the synthetic resin rod 10, different from the water 
cooling, the cooling causes no deformation and the as- 
extruded shape is maintained as it is. 

On the other hand, since the water cooling has 
higher cooling efficiency than the mist cooling, it is 
preferable to switch from the mist cooling to the water 
cooling at an earliest possible time in order to 
shorten the total cooling interval. The inventors 
noted this point and conducted intensive and extensive 
research, which led to finding of a method in which the 
synthetic resin rod 10 extruded was cooled by the mist 
cooling until the rod 10 reached a temperature not more 
than the softening point of the synthetic resin making 
the synthetic resin rod + 5°C (more preferably, a 
temperature not more than the softening point of the 
synthetic resin and not less than the softening point - 
35°C) and in which thereafter the rod was cooled by the 
water cooling. Namely, the misty water droplets are 
first sprayed on the synthetic resin rod 10 to cool the 
resin down to the temperature not more than the 
softening point + 5°C (more preferably, the temperature 
not more than the softening point) without deformation 
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thereof. Since the surface has started hardening by 
the cooling heretofore, the resin is prevented from 
suffering the surface change even with variation in the 
first water-cooled position due to the water leakage 
from the water tank, and from suffering the surface 
roughness or stripe pattern due to water droplets 
dropping in part. 

In order to carry out the mist cooling 
efficiently, a mean particle size of the misty water 
droplets is an important matter. Too small mean 
particle sizes tend to lower the cooling efficiency and 
too large mean particle sizes tend to cause surface 
roughness upon deposition of particles on the surface 
of the extruded synthetic resin rod. According to the 
inventors' research results, the mean particle size of 
the misty water droplets is preferably in the range of 
20 /zm to 80 /Zm. When the mean particle size is less 
than 20 /Zm, the cooling effect tends to become weaker. 
On the other hand, when the mean particle size is over 
80 /im, the water droplets tend to cause the surface 
roughness of the synthetic resin rod readily. A 
preferred temperature range of the misty water droplets 
is 2 0°C to 3 0°C. When the misty water droplets become 
higher than 30°C, the cooling effect tends to become 
weaker. When they are below 20°C, the cost becomes 
higher, unpref erably . 
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(Embodiment 3) 

Fig. 7 is a schematic overall view showing a 

system for production of the synthetic resin rod 
according to Embodiment 3. In Fig. 7, the tension- 
resistive wire 11 fed out of the wire feeder 60 is 
guided via the brake capstan 69, through the first 
crosshead 61 of the first extruder 62, and through the 
first water tank 63 disposed in the extruding direction 
of the first crosshead 61 to be provided with the first 
coating layer 12 of the adhesive resin around the 
tension-resistive wire 11, and subsequently, the 
tension-resistive wire 11 provided with the first 
coating layer 12 is guided through the second crosshead 
64 of the second extruder 66 having the rotary die 65 
to extrude the spacer 15 having the helical or SZ 
grooves 14, thus forming the synthetic resin rod 10 
(extruding step) . Then the extruded rod 10 is guided 
through air spray devices 21 and mist spray devices 40 
as the pre-cooling means (second cooling means) 20 and 
through the cooling device provided with the water tank 
31 as the main cooling means (first cooling means) 30, 
so as to cool and solidify the spacer 15 (cooling step) , 
and the synthetic resin rod 10 thus cooled and 
solidified is drawn by the drawing device 67 to be 
wound up by the take-up device 68. 

The structure of the main cooling means 30 and 
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the temperature of the cooling water, and the structure 
of the air spray devices 21 as one pre-cooling means 20 
and the temperature of the air are the same as those 
described in Embodiment 1. The structure of the mist 
spray devices 40 as the other pre-cooling means 20 and 
the mean particle size and temperature of the misty 
water droplets are the same as those described in 
Embodiment 2 . 

In the above-stated production system, the 
synthetic resin rod 10 extruded from the rotary die 45 
of the second crosshead 64 successively passes the 
plurality of air spray devices 21 and the plurality of 
mist spray devices 40, as shown in Fig. 7, to be 
gradually cooled by the air and misty water droplets 
sprayed. Execution of the air and mist coolings prior 
to the water cooling is preferable from the viewpoint 
of maintaining the dimensional accuracy, because no 
water pressure is exerted on the synthetic resin rod 10 
extruded. 

Further, in the case wherein the extruded rod 10 
has the SZ grooves with the ribs 13 regularly reversing 
their turning directions, molding strain remaining 
inside the ribs 13 produces forces drawing the ribs 
inwardly of curves of the ribs near the reversing 
points, so that the grooves become easier to deform. 
If the water stream or water droplets, which are apt to 
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vary the first contact position with the cooling water, 
were applied to such a rod 10 immediately after the 
extrusion, great local deformation could occur. In the 
present embodiment, therefore, the surface temperature 
of the ribs is first lowered to a temperature near the 
softening point (preferably, the softening point ± 
2 0°C) by the air cooling and then the rod is guided 
into the mist cooling devices. The surfaces of the 
ribs are further cooled to a lower temperature 
(preferably, a temperature not more than the softening 
point and not less than the softening point - 35°C) by 
the mist cooling and thereafter are completely cooled 
by the water cooling. First executing the air cooling 
is preferable in terms of maintaining the dimensional 
accuracy, because it exerts a smaller external force on 
the ribs than the mist cooling. 
(Embodiment 4) 

Fig. 8 is a schematic overall view showing a 
system for production of the synthetic resin rod 
according to Embodiment 4, Fig. 9A a cross-sectional 
view showing the structure of the water tank equipped 
with the leak preventing device used in this production 
system, and Fig. 9B a front view of the leak preventing 
device. In Fig. 8, the tension-resistive wire 11 fed 
out of the wire feeder 60 is guided via the brake 
capstan 69, through the first crosshead 61 of the first 
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extruder 62, and through the first water tank 63 
disposed in the extruding direction of the first 
crosshead 61 to be provided with the first coating 
layer 12 of the adhesive resin around the tension- 
5 resistive wire 11. Subsequently, the tension-resistive 

wire 11 provided with the first coating layer 12 is 
guided through the second crosshead 64 of the second 
extruder 66 having the rotary die 65 to extrude the 

O 

yg spacer 15 having the grooves 14, thus forming the 

J 

IjjlO synthetic resin rod 10 (extruding step). Then the 

tjj synthetic resin rod 10 thus extruded is guided through 

jjj the water tank 31 equipped with the leak preventing 

PI device 50 on the rod entrance side, so as to cool and 

jjj solidify the spacer 15 (cooling step) , and the 

pjl5 synthetic resin rod 10 thus cooled and solidified is 

^ drawn by the drawing device 67 to be wound up by the 

take-up device 68. 

The cooling means in the present embodiment, as 
shown in Fig. 9 A, is provided with the water tank 31 
20 having a water tank body 31a of a cylindrical type or a 

trench type opening up, a first lid member (first end 
face member) 34 provided with a rod entrance (wire 
entrance) (a clearance for letting the rod 10 pass) 38 
and attached to one end portion of the water tank body 
25 31a, and a second lid member (second end face member) 

35 provided with a rod exit (wire exit) (a clearance 
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for letting the rod 10 pass) 39 and attached to the 
other end portion of the water tank body 31a. The leak 
preventing device 50 is attached to the first lid 
member 34 provided with the rod entrance 38. Cooling 
water 36 is introduced into the water tank 31 and a 
spongy packing (placed with such a clearance as not to 
contact the rod 10) 33 is attached to the end face 35 
of the first rid member 34 provided with the rod exit 
39. The temperature range of the cooling water 36 is 
the same as that described in Embodiment 1. 

The leak preventing device 50, as shown in Fig. 
9A and Fig. 9B, is comprised of an outer cylinder 51 
having a diameter smaller than that of the water tank 
body 31a, having a plurality of water inlets 52 in its 
cylindrical wall (side wall), and arranged coaxially in 
the water tank body 31a; an inner cylinder 54 being 
shorter than the outer cylinder 51, having a diameter 
smaller than that of the outer cylinder 51, and 
arranged coaxially in the outer cylinder 51; and a 
sealing member (disk) 56 for sealing the portion 
outside the inner cylinder 54 in the rod entrance 38. 
Such a sealing member 56 is attached to one-side ends 
of the outer cylinder 51 and the inner cylinder 54, a 
hole 57 having the diameter substantially equal to that 
of the inner cylinder 54 is bored in the center, and 
the outer edge portion thereof is attached to the first 
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lid member 34 provided with the rod entrance 38. The 
concentric space between the outer cylinder 51 and the 
inner cylinder 54 is divided by partitions 55 and there 
is one inlet 52 provided for each of divided space 
regions. Water supplied from each inlet 52 flows 
through the space surrounded by the outer cylinder 51, 
the inner cylinder 54, and the partitions 55 to be 
forced in the moving direction of the rod 10 (as 
indicated by an arrow 10a in Fig. 9A) , and eventually 
merges with the cooling water 36 in the water tank 31. 
Accordingly, vertical or lateral flow speeds can be 
adjusted by changing flow rates of water supplied 
through the respective inlets 52. 

With use of the above leak preventing device 50, 
when the synthetic resin rod 10 passes in the inner 
cylinder 54 to enter the interior of the water tank 31, 
the leak preventing device 50 forcibly generates water 
streams in the moving direction 10a of the rod 10. 
Further, as the rod 10 having passed the inner cylinder 
54 moves in the water tank 31, a water stream is 
generated in the moving direction 10a of the rod 10 
because of the viscosity of water. This running water 
generated in the moving direction 10a of the rod 10 
acts to prevent the leakage of water apt to flow 
backward in the clearance between the inside cylinder 
54 and the rod 10. Then the leakage of water from the 



27 



FP00-0006-00 



rod entrance 38 is prevented more accurately by 
controlling the amounts of water supplied through the 
inlets 52 of the leak preventing device 50, so as to 
fix the first contact position of the synthetic resin 
rod 10 with the cooling water 36, whereby the synthetic 
resin rod 10 is cooled stably without a speed 
difference of cooling thereof. 

A preferred range of the clearance between the 
internal surface of the inner cylinder 54 and the 
external surface of the rod 10 herein is 1.0 mm to 3.0 
mm. When the clearance exceeds 3.0 mm, the prevention 
of water leakage tends to become harder. When the 
clearance is below 1.0 mm on the other hand, the inner 
cylinder tends to contact the synthetic resin rod 
readily. 

The preferred embodiments of the present 
invention were described above, but it is noted that 
the methods of the present invention are not limited to 
the above embodiments. Specifically, although the 
production systems shown in Fig. 1, Fig. 5, and Fig. 7 
according to the above embodiments are constructed 
without use of the leak preventing device 50 shown in 
Fig. 9, the water tank 31 in the production systems 
shown in these figures may be replaced by the water 
tank 31 equipped with the leak preventing device 50. 

In the leak preventing device 50 shown in Fig. 9, 
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the first lid member 34 and the sealing means 56 are 
constructed of their respective, separate members, but 
they may be integrally formed of a single member. 
(Examples) 

Examples 1 to 6, Reference Example 1, and Comparative 
Examples 1 and 2 

Based on the above embodiments, the inventors 
produced the synthetic resin rods in the spacer 
structure shown in Fig. 2 with the helical grooves 
turning in one direction, using the production systems 
shown in Fig. 1, Fig. 5, Fig. 7, and Fig. 8. The 
production conditions and results obtained (the surface 
condition and dimensional accuracy of the rods) are 
presented in Table 1. 

The surface condition of the rods was evaluated 
according to the following criteria: A. good for smooth 
groove surfaces of the spacer; B. reasonably good for 
surfaces with some surface roughness or stripe pattern; 
C. no good for surfaces with projections and 
depressions. 

The dimensional accuracy of the rods was 
evaluated according to the following criteria: A. good 
where errors relative to the groove width of 1.5 mm 
were less than ±0.1 mm; B. reasonably good where the 
errors were between ±0.1 mm inclusive and ±0.2 mm; C. 
no good where the errors were not less than ±0.2 mm. 
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[Example 1] 

In the production system of the synthetic resin 
rod shown in Fig. 1, the air spray devices 21 shown in 
Fig. 4 were arranged as the pre-cooling means 20 at 
intervals of 50 cm across 3 m in the moving direction 
of the rod 10 and the cooling device consisting of the 
water tank 31 with the packings 32, 33 at the both ends 
thereof was used as the main cooling means 30. The 
temperature of the air blasts from the air spray 
devices 21 was 20°C, the air spray rate (wind speed) 
was 40 m/sec, and the length of the water tank filled 
with the cooling water at the water temperature of 22°C 
was 3 m. 

A steel wire having the outside diameter of 2.6 
mm was guided through the crosshead 61 attached to the 
extruder 62, to coat the outside periphery thereof with 
the adhesive resin in the outside diameter of 3 mm. 
Then it was guided through the crosshead 64 attached to 
the extruder 66 and was coated by extruding the spacer 
15 of high density polyethylene having the Vicat 
softening point of 122°C in the cross-sectional shape 
shown in Fig. 2, at 180°C through the rotary die 65, 
thus producing the synthetic resin rod 10. The pitch 
of the helical grooves of the spacer 15 was 400 mm, the 
width of the grooves 1.5 mm, and the outside diameter 
8.5 mm. The adhesive resin herein was a material to 
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enhance the adhesiveness between the two materials in 
coating of polyethylene or the like over the tension- 
resistive wire 11 of steel or the like, which was the 
resin containing a polar component with high 
adhesiveness to the tension-resistive wire 11 and a 
polyolefin component with high adhesiveness to 
polyethylene . 

When the rod 10 was produced at the linear speed 
(production speed or line speed) of 10 m/min, the 
surface temperature of the spacer 15 immediately after 
the air cooling was 119°C and the surface temperature 
immediately after the water cooling 22°C. The spacer 
15 produced had the helical grooves 14 whose errors 
were within the range of ±0.1 mm relative to the 
groove width of 1.5 mm and a good rod was obtained in 
the surface condition without the surface roughness or 
the like. 
[Example 2] 

The spacer was produced in the same manner as in 
Example 1 except that the length for the air cooling 
was extended from 3 m to 4.8 m. The surface 
temperature immediately after the air cooling was 105°C 
and the surface temperature immediately after the water 
cooling 22°C. The spacer produced had the helical 
grooves whose errors were within the range of ±0.1 mm 
relative to the groove width of 1 . 5 mm and a good rod 
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was obtained in the surface condition without the 
surface roughness or the like. 
[Comparative Example 1] 

The spacer was produced in the same manner as in 
Example 1 except that the length for the air cooling 
was reduced from 3 m to 2.5 m. The surface temperature 
immediately after the air cooling was 130°C and the 
surface temperature immediately after the water cooling 
23°C. The spacer 15 produced had portions where the 
groove width of the helical grooves 14 was not more 
than 1.3 mm and the surface condition was such that 
there appeared depressions and projections due to 
droplets of water upon entry of the rod into the water 
tank. 

[Example 3] 

In the production system of the synthetic resin 
rod shown in Fig. 5, the mist spray devices 40 shown in 
Fig. 6 were arranged as the pre-cooling means 20 at 
intervals of 50 cm across 2 m in the moving direction 
of the rod 10 and the cooling device consisting of the 
water tank 31 with the packings 32, 33 at the both ends 
thereof was used as the main cooling means 30. The 
temperature of the misty water droplets sprayed from 
the mist spray devices 40 was 22°C, the mean particle 
size was 20 jLtm, and the length of the water tank 31 
filled with the cooling water at the water temperature 
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of 22°C was 3 m. 

A steel wire having the outside diameter of 2.6 
mm was guided through the crosshead 61 attached to the 
extruder 62 to coat the outside periphery thereof with 
the adhesive resin in the outside diameter of 3 mm. 
Then it was guided through the crosshead 64 attached to 
the extruder 66 and was coated by extruding the spacer 
15 of high density polyethylene having the Vicat 
softening point of 122°C in the cross-sectional shape 
shown in Fig. 2, at 18 0°C through the rotary die 65, 
thus producing the synthetic resin rod 10. The pitch 
of the helical grooves of the spacers 15 was 400 mm, 
the width of the grooves 1.5 mm, and the outside 
diameter 8.5 mm. 

When the synthetic resin rod 10 was produced at 
the linear speed of 10 m/min, the surface temperature 
immediately after the mist cooling was 105°C, and the 
surface temperature immediately after the water cooling 
22°C. The helical grooves 14 produced were within the 
range of ±0.1 mm relative to the groove width of 1.5 
mm and a good rod was obtained in the surface condition 
without the surface roughness or the like. 
[Example 4] 

The spacer was produced in the same manner as 
Example 3 except that the linear speed of production 
(production speed or line speed) was increased from 10 
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m/min to 15 m/min and the mean particle size of mist 
was increased from 2 0 jum to 4 0 jUm. The surface 
temperature immediately after the mist cooling was 
119°C and the surface temperature immediately after the 
water cooling 22°C. The spacer 15 produced had the 
helical grooves whose errors were within the range of 
±0.1 mm relative to the groove width of 1.5 mm and a 
good rod was obtained in the surface condition without 
the surface roughness or the like. 
[Example 5] 

The spacer was produced in the same manner as in 
Example 3 except that the linear speed of production 
was increased from 10 m/min to 15 m/min and the mean 
particle size of mist was increased from 20 jUm. to 80 jU 
m. The surface temperature immediately after the mist 
cooling was 105°C and the surface temperature 
immediately after the water cooling 22°C. The spacer 
15 produced had the helical grooves 14 whose errors 
were within the range of ±0.1 mm relative to the 
groove width of 1.5 mm and a good rod was obtained in 
the surface condition without the surface roughness or 
the like. 

[Reference Example 1] 

The spacer was produced in the same manner as in 
Example 3 except that the mean particle size of mist 
was increased from 20 jum to 100 jUm. The surface 
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temperature immediately after the mist cooling was 90°C 
and the surface temperature immediately after the water 
cooling 22°C. The spacer 15 produced had portions of 
the helical grooves 14 whose errors were between ±0.1 
mm inclusive and ±0.2 mm relative to the groove width 
of 1.5 mm and there appeared some surface roughness due 
to spraying of mist particles on the surface of the 
helical grooves 14. Water droplets were observed on 
the surface of the spacer when the particle sizes of 
sprayed water particles were increased and there 
sometimes occurred a phenomenon in which the water 
droplets moved under force of wind during the spray. 
The inventors realize that this phenomenon is the cause 
of the imperfection of the shape such as the groove 
width. 
[Example 6] 

Used in the production system of the synthetic 
resin rod shown in Fig. 8 was the cooling device having 
the water tank 31 in which the leak preventing device 
50 in the structure shown in Fig. 8 was attached to the 
first lid member 34 provided with the rod entrance 38 
and in which the packing 33 was attached to the second 
lid member 35 provided with the rod exit 39. The 
length of the water tank 31 filled with the cooling 
water at the water temperature of 22°C was 3 m, the 
width of the trench 150 mm, and the diameter of the rod 
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entrance 38 was 80 mm. The length of the outer 
cylinder 51 making up the leak preventing device 50 was 
100 mm, the outside diameter thereof 80 mm, and the 
inside diameter thereof 7 6 mm; the length of the inner 
cylinder 54 was 50 mm, the outside diameter thereof 16 
mm, and the inside diameter thereof 12 mm. Further, 
the temperature of the cooling water introduced through 
each inlet 52 was 22°C. 

A steel wire having the outside diameter of 2 . 6 
mm was guided through the crosshead 61 attached to the 
extruder 62 and the periphery thereof was coated with 
the adhesive resin in the outside diameter of 3 mm. 
Then this was guided through the crosshead 64 attached 
to the extruder 66 and the spacer 15 of high density 
polyethylene having the Vicat softening point of 122°C 
was extruded at 180°C in the cross-sectional shape 
shown in Fig. 2, through the rotary die 65 to coat the 
adhesive resin, thereby producing the synthetic resin 
rod. The pitch of the helical grooves of the spacer 15 
was 400 mm, the width of the grooves 1.5 mm, and the 
outside diameter thereof 8.5 mm. 

When the synthetic resin rod 10 was produced at 
the linear speed of 15 m/min, the surface temperature 
immediately after the water cooling was 23°C. The 
spacer 15 produced had the helical grooves 14 whose 
errors were within the range of ±0.1 mm relative to 
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the groove width of 1.5 mm and a good rod was obtained 
in the surface condition without the surface roughness 
or the like. 
[Comparative Example 2] 

The spacer was produced in the same manner as in 
Example 6 except that the water tank 31 used herein was 
the one in which, instead of the leak preventing device 
50, the packing 32 (made of sponge 10 mm thick and 
having the clearance for passage of the rod in the 
diameter of 9 mm) was attached to the first lid member 
34 provided with the rod entrance 38. The surface 
temperature immediately after the water cooling was 
23°C. The spacer 15 produced had portions of the 
helical grooves 14 where the groove width was not more 
than 1.3 mm and the surface condition was such that 
there appeared depressions and projections due to 
droplets of water upon entry of the rod into the water 
tank . 

Example 7 and Reference Example 2 

Then the inventors produced the synthetic resin 
rod in the spacer structure (of SZ grooves) in which 
the grooves formed in the surface regularly varied 
their turning directions, using the production system 
shown in Fig. 7. Fig. 10 is a view showing a cross 
section of this synthetic resin rod, wherein the 
synthetic resin rod 10 is provided with the primary 



38 



FP00-0006-00 



coating layer 12 of adhesive resin around the periphery 
of the tension-resistive wire 11 and the outer 
periphery thereof is coated with the spacer 15 provided 
with five grooves 14 in the longitudinal direction. 
The production conditions and results obtained (the 
surface condition and dimensional accuracy of rods) are 
presented in Table 2. 

The surface condition of the rods was evaluated 
according to the following criteria: A. good for smooth 
groove surfaces of the spacer; B. reasonably good for 
surfaces with some surface roughness or stripe pattern; 
C. no good for surfaces with projections and 
depressions . 

The dimensional accuracy of the rods was 
evaluated according to the following criteria: A. good 
where errors relative to the groove width of 4.4 mm 
were less than ±0.3 mm; B. reasonably good where the 
errors were between ±0.3 mm inclusive and ±0.6 mm; C. 
no good where the errors were not less than ±0.6 mm. 
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[Example 7] 

Used in the production system of the synthetic 
resin rod shown in Fig. 7 was the cooling device in 
which the pre-cooling means 20 consisted of the air 
spray devices 21 arranged at intervals of 50 cm across 
1 m and the mist spray devices 40 arranged at intervals 
of 50 cm across 2 m in the moving direction of the rod 
10 and in which the main cooling means 30 consisted of 
the water tank 31 provided with the packings 32, 33 at 
the both ends. The temperature of the air blasts from 
the air spray devices 21 was 2 0°C, the air blast amount 
(wind speed) 40 m/sec, the temperature of the misty 
water droplets sprayed from the mist spray devices 40 
22°C, the mean particle size thereof 20 jUm, and the 
length of the water tank 31 filled with the cooling 
water at the water temperature of 22°C 3 m. 

A steel wire having the outside diameter of 2.3 
mm was guided through the crosshead 61 attached to the 
extruder 62 and the outer periphery thereof was coated 
with the adhesive resin in the outside diameter of 3.5 
mm. Then this was guided through the crosshead 64 
attached to the extruder 66 and the spacer 15 of high 
density polyethylene having the Vicat softening point 
of 122°C was extruded at 18 0°C in the cross-sectional 
shape shown in Fig. 10, through the rotary die 65 
reversing its rotating direction every turn of 270° to 
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cover the adhesive resin, thereby producing the 
synthetic resin rod 10. The spacer 15 had the SZ 
grooves 14 at the reverse pitch of 150 mm, in the 
groove width of 4.4 mm, and in the outside diameter of 
11 . 0 mm. 

When the rod 10 was produced at the linear speed 
of 5 m/min, the surface temperature of the spacer 15 
immediately after the air cooling was 135°C, the 
surface temperature of the spacer 15 immediately after 
the mist cooling 87°C, and the surface temperature 
immediately after the water cooling 22°C. The spacer 
15 produced had the SZ grooves 14 whose errors were 
within the range of ±0.3 mm relative to the groove 
width of 4.4 mm and a good rod was obtained in the 
surface condition without the surface roughness or the 
like. 

[Reference Example 2] 

The spacer 15 shown in Fig. 10 was produced in 
the same manner as in Example 7 except that the air 
blasts from the air spray devices 21 were stopped. The 
surface condition was good without appearance of 
surface roughness or the like, but errors of the SZ 
grooves 14 were within the range of ±0.3 mm to ±0.6 mm 
relative to the groove width of 4.4 mm. 

Investigation was also conducted for 
polypropylene and nylon 12 as the resin used for the 
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spacer, and it was verified that in either case the 
predetermined shape was able to be maintained with high 
accuracy by first cooling the rod to the temperature 
not more than the softening point of the resin used for 
the spacer + 5°C by the air cooling or mist cooling and 
thereafter cooling it by the water cooling and a spacer 
with a smooth surface was able to be made. 
Industrial Applicability 

The production methods according to the present 
invention are the methods of spraying the misty water 
droplets or air on the extruded synthetic resin rod to 
cool the rod down to the temperature not more than the 
softening point + 5°C and thereafter letting the rod 
pass through water to cool and solidify the rod. 
Accordingly, solidification has already started in the 
surface of the rod at the time of entry of the 
synthetic resin rod into the water tank, which can 
prevent occurrence of the surface roughness, or 
depressions and projections due to the water cooling. 

Another production method according to the 
present invention is the method of cooling the extruded 
synthetic resin rod by the water tank provided with the 
leak preventing device at the rod entrance. Since the 
leak preventing device can keep the time of start of 
the water cooling approximately constant, it can 
prevent the deformation due to the speed difference 
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(nonuniformity) of cooling or the like. 

Accordingly, the present invention enables the 
production of a rod (wire) , even a synthetic resin rod 
having grooves on the outer surface such as the helical 
spacers, with high accuracy and with excellent surface 
nature under high cooling efficiency. 
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CLAIMS 

1. A method of producing a synthetic resin rod, 
comprising: 

an extruding step of extruding a synthetic resin 

rod; 

a pre-cooling step of spraying a cooling medium 
on said rod to pre-cool said rod extruded down to a 
temperature (T°C) satisfying the following condition: 

T S { (a softening point of said synthetic resin) 
+ 5} [°C]; and 

a main cooling step of letting said rod thus pre- 
cooled pass through water to cool the rod. 

2. The method according to Claim 1, wherein said 
rod extruded is cooled down in said pre-cooling step to 
a temperature (T°C) satisfying the following condition: 

{ (the softening point of said synthetic resin) - 
35} S T S { (the softening point of said synthetic 
resin) } [°C] . 

3. The method according to Claim 1, wherein said 
cooling medium is air and said air is sent to the 
periphery of said rod in said pre-cooling step. 

4. The method according to Claim 1, wherein said 
cooling medium is misty water droplets and said misty 
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water droplets are sprayed on the periphery of said rod 
in said pre-cooling step. 

5. The method according to Claim 4, wherein said 
misty water droplets have a mean particle size in the 
range of 20 to 80 jum. 

6. The method according to Claim 1, wherein said 
cooling media are air and misty water droplets, and 
said pre-cooling step comprises: 

a first pre-cooling step of sending said air to 
the periphery of said rod; and 

a second pre-cooling step of spraying said misty 
water droplets on the periphery of said rod. 

7. A method of producing a synthetic resin rod, 
comprising: 

an extruding step of extruding a synthetic resin 
rod; and 

a cooling step of letting said rod pass through a 
water tank to cool said rod while preventing leakage of 
water from a rod entrance, wherein said water tank 
comprises a water tank body, a first lid member 
provided with the rod entrance and attached to one end 
portion of said water tank body, and a second lid 
member provided with a rod exit and attached to another 
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end portion of said water tank body, said water tank is 
filled with cooling water inside, and said rod entrance 
is equipped with a leak preventing device for 
preventing the leakage of water from said rod entrance. 

8. The method according to Claim 7, wherein said 
leak preventing device comprises: 

an outer cylinder having a diameter smaller than 
a diameter of said water tank body, having a water 
inlet in a cylindrical wall thereof, and arranged 
coaxially in said water tank body; 

an inner cylinder being shorter than said outer 
cylinder, having a diameter smaller than the diameter 
of said outer cylinder, and arranged coaxially in said 
outer cylinder; and 

a sealing member for sealing a portion outside 
said inner cylinder in said rod entrance, 

wherein, while said rod is inserted in said inner 
cylinder, water introduced from said inlet to the space 
between said outer cylinder and said inner cylinder is 
forced to flow in a moving direction of said rod, 
thereby preventing the leakage of water from said rod 
entrance . 
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ABSTRACT 

A method of producing a synthetic resin rod 
(wire) , comprising: 

an extruding step of extruding a synthetic resin 

rod; 

a pre-cooling step of spraying a cooling medium 
on the rod to pre-cool the rod extruded down to a 
temperature (T°C) satisfying the following condition: 

T S { (a softening point of the synthetic resin) 
+ 5} [°C] ; and 

a main cooling step of letting the rod thus pre- 
cooled pass through water to cool the rod. 
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ff MCDER^IOTT, WILL & EM 

Attorney's Docket No. 

Combined Declaration and Power of Attorney 

As a below named inventor, I hereby declare that: 
This declaration is of the following type: 

[ ] original [ ] supplemental 

[{/fnational stage of PCT 

[ ] divisional [ ] continuation [ ] continuation-in-part 



My residence, post office address and citizenship are as stated next to my name, 

I believe I am the original, first and sole inventor (if only one name is listed below) or an original, first and joint 
inventor (if plural names are listed below) of the subject matter which is claimed and for which a patent is 
sought on the invention entitled 

METHODS OF PRODUCING SYNTHETIC RESIN WIRE 



yy the specification of which 

i75 [ ] is attached hereto. 

^ [ ] was filed on 



as United States Application Serial Number 



was amended on (if applicable). 

[XI was filed on March 23, 2000 

J as PCT International Application Number PCT/JPOO/01 786 and, 

1 was amended under PCT Article 19 on (if applicable). 

I hereby state that I have reviewed and understand the contents of the above-identified specification, including 
" the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material to patentability as defined in Title 37, Code of 
Federal Regulations, Section 1 .56. 

I hereby claim foreign priority under Title 35, United States Code, Section 1 1 9(a)-(d) or 365(b) of any foreign 
application^) for patent or inventor's certificate, or 365(a) of any PCT International application which 
designated at least one country other than the United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's certificate, or PCT International application 
having a filing date before that of the application on which priority is claimed. 



PRIOR FOREIGN APPLICATIONS, BENEFIT CLAIMED UNDER 35 USC §1 19(a) 

. - . . _ - , ^ Date of Filing Priority Claimed 

Applicat.on Number Country (Day/Month/Year) Under 35 USC 1 19 

P1 999-077747 Japan 23 / March / 1 999 0Yes []No 
[]Yes []No 
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I hereby claim the benefit under Title 35, United States Code, Section 1 19(e) of any United States provisional 
application(s) listed below. 

PRIOR U.S. PROVISIONAL APPLICATIONS, BENEFIT CLAIMED UNDER 35 USC §1 19(e) 



(Application No.) (Filing Date) (Application No.) (Filing Date) 



(Application No.) (Filing Date) (Application No.) (Filing Date) 

I hereby claim the benefit of Title 35, United States Code Section 120 of any United States application^), or 
365(c) of any PCT International application designating the United States, listed below and, insofar as the 
subject matter of each of the claims of this application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph of Title 35, United States Code Section 
1 12, 1 acknowledge the duty to disclose information which is material to patentability as defined in Title 37, 
Code of Federal Regulations, Section 1 .56 which became available between the filing date of the prior 
application and the national or PCT International filing date of this application: 

PRIOR U.S. APPLICATIONS OR PCT INTERNATIONAL APPLICATIONS 
DESIGNATING THE U.S., BENEFIT CLAIMED UNDER 35 USC §120 



(Application No.) (Filing Date) (Status: Patented, Pending, Abandoned) 



(Application No.) (Filing Date) (Status: Patented, Pending, Abandoned) 

POWER OF ATTORNEY: As a named inventor, I hereby appoint the registered practitioners of McDermott, 
Will & Emery included in the Customer Number provided below to prosecute this application and transact all 
business in the Patent and Trademark Office connected therewith. 




Send Correspondence to: Customer Number 20277 

McDermott, Will & Emery 

600 13TH STREET, N.W. 
WASHINGTON, D.C., 20005-3096 
Direct Telephone Calls to: 202-756-8000 
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I hereby declare that all statements made herein of my own knowledge are true and that all statements made 
on information and belief are believed to be true; and further that these statements were made with the 
knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or both, 
under Section 1 001 of Title 1 8 of the United States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issuing thereon. 
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